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MaofipeTeHHe otiiochtcs k lepHOH Metajjiyp- 

rnn, a UMcnao k cnocoCy nfotijovjicioa »&rcuKih» 
XpOMHCltlX « ApyrMX KOMO^eXCHO-^eTHpOBail- 

hux Bep^caBeiouiHX cra/ieft, b tom «mcne *erH- 

vpOMHHUX TMT8H0M. 

Ha&ecrHbifi onocoO noayHeeH* HepwaBmmefl 
xponcoAep«ameA craum BXjnoqaeT b cedfl pac- 
miaweHHe uihxtu, otasyrjiepoacHBaHRe pac- 
anaaa, pacKHcneime, jierapoBaMHe. h aunycK 

lUiaBKH B KOBOI 110A nepBHWUM QI48KOM. B BAR- 

ay bo xoay' iuisbkh bboa«t okhcjiu iiapraaaa. 
OcHOBHOCTb uuiaica nepeA BbioycKOM JUiaBKH hs 
ne»iB yeeaaqHsaioT nyreM ripkcaAKH iiapraHne- 



no b ctwepa^iiBo«iHud mami'upk- ocBdaH^ro 
uuiaKa He mchcc i.3 c oiDfOBpeiieBHUH nmi66- 

B3HH6BI MCtaJUia THTBHOIA, 

3 Bun^asKa ctjuw no hobo My cnocolSy aamilO- 
laerca b .CAeAyiotueM. B craietuiaBiuiBB^ 
k , nesb Barpyrcawt MerajajiiwecKyio uiKXTy, 

MpByw pyAy, whcau hah Ka.p6oHaTi,i napraHRd 
liocROBHhic uuaKoo6pa3yiouiHe MaTepnajiu 3a* 
h> reM B oOm^hobi nopjwxe pacnjiaanaioT h o6eavr* 
Jiepo3K«BaioT paciwaa. n pH 3tom opoAVBicy 
^POHsbojwt KHqiopoAOM R*a piecbio khoiopc^ 
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(54) METHOD FOR OBTAINING STAINLESS STEEL 

1 

The invention relates to ferrous metallurgy, and specifically to a method for producing 
high-chromium and other complex alloy stainless steels, including steels alloyed with 
titanium. 

A known method for obtaining chromium-containing stainless steel includes melting 
the mixture, decarburizing the melt, deoxidizing, alloying, and tapping the melt into a ladle 
under the primary slag. Manganese oxides are introduced into the bath during melting. The 
basicity of the slag before the melt is tapped from the furnace is increased by adding 
manganese or chromium ores and lime. Then the metal is transferred to a second ladle 
through the taphole, where alloying with easily oxidizable elements such as titanium is 
carried out. Slag- forming materials or liquid, synthetic slag are also added to the ladle. 
However, this method is characterized by insufficient recovery of chromium and manganese 
from the ore, and difficulties associated with transfer of the steel from ladle to ladle. 

The aim of the invention is to improve recovery of chromium, manganese, and nickel 
and to increase the throughput of the steel smelter. 

For this purpose, manganese oxides or carbonates are added before deoxidizing, after 
which the metal and slag are purged with inert gas, and 
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the melt is tapped directly into the steel-pouring ladle with a slag basicity no less than 1 .3, 
with simultaneous alloying of the metal with titanium. 

Smelting steel by the new method involves the following. The steel smelting furnace 
is charged with a metal mixture, chromium ore, manganese oxides or carbonates, and basic 
slag-forming materials. Then the melt is melted and decarburized according to the usual 
procedure. In this case, purging is done with oxygen or a mixture of oxygen and a neutral 
gas, and when smelting nitrogen-containing steels, it is purged with a mixture of oxygen and 
nitrogen. The furnace can be partially or completely charged with chromium ore (if it is 
used), manganese oxides or carbonates after decarburization of the metal. For recovery of 
chromium, manganese, and iron from the slag, reducing agents such as silicochromium or 
ferrosilicon are added to the bath, and stainless steel scrap or appropriate steel scrap is added 
to reduce the temperature of the metal. Then the bath is mixed by purging with neutral gas 
and nitrogen. 

From results of analysis of metal samples taken after decarburizing, the metal 
composition is corrected and the melt is tapped into a ladle without preliminary skimming of 
the slag. For a slag basicity no 
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less than 1.3, the steel is alloyed with titanium in the ladle. The steel is teemed by the 
conventional method. 

Subject of the invention 
A method for obtaining stainless steel, including melting a mix, decarburizing the 
melt, deoxidizing, alloying, and tapping the melt into a ladle under the primary slag, 
distinguished by the fact that, with the aim 
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of improving recovery of chromium, manganese, and nickle and increasing the throughput of 
the steel smelter, manganese oxides or carbonates are added to the bath before deoxidizing, 
after which the metal and slag are purged with inert gas, and the melt is tapped into the steel- 
teeming ladle with a slag basicity no less than 1.3, with simultaneous alloying of the metal 
with titanium. 
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